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AB - J59021565 Prof, ceramic fibre, alumina fibre and/or silica fibre are 
used as the heat-resistant inorganic fibre. Pref. binder is organic 
e.g. rubber latex and emulsion of acrylic acid resin or inorganic e.g. 
colloidal silica and colloidal alumina. Packing is pref. prepd. by wet 
machining. Used e.g. to fill the gap between radiant tubes and the 
furnace wall of a continuous annealing furnace. It does not cause 
thermal contraction at high temp. (i.e. reopening of the gap or 
failing out of furnace wall at high temps, does not occur.) 
- In an example, a mixt. comprising 75 wt.% ceramic fibre, 20 wt.% 
unexpended vermiculite grains and 5 wt.% (in terms of solid material) 
emulsion of acrylate ester resin was dispersed in water, and formed 
into a sheet 15 mm thick and of density 0.25 g/cm3 by a wet machine 
melhod.(0/1) 
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PAW - (NIAS ) NICHIAS CORP 

Tl - Sheet-form packing tor industrial furnace - comprising 70-95 wt. per 
cent heat resistant inorganic fibre, 5-30 wt. per cent unexpanded 
vermiculite grains, and binder 
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